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Belies 100 silver,, and 14.9sulphur; and Vau-quelin 100 silver, and 14 sulphur.
Trisulphuret of silver. This compound is formed whenever neutral nitrate of silver is dropped into a solution of quadrisulphuret of lime or alkali, Mutual saturation seems to take place when eight atoms of nitrate meet with seven of quadrisulphuret. Tri-sulpburet sf silver is constituted of 90 silver, and 42 sulphur; or of 100 silver, and 46.5 sulphur. Its colour is not so dark as that of the protosulphuret. The residuary liquid contains sulphurous acid,, which is easily converted into sulphuric by the addition of a portion of lime; and the quantity of acid may then be determined by muriate of barytes.
16. Sulphur ets of mercury \
Mercury combines readily with 'sulphur both in the dry and humid way, and that in several proportions, as under: namely ^
1. Protosulphuret of mercury.   This is most
conveniently formed by passing* sulphuretted hydrogen gas through a solution of the pro-tooitrate:of mercury, or by pouring hydrosul-phuret of lime, &c. into the same solution, The protosulphuret falls down in the state of a black powder. It consists of 167 mercury.